WORLD INTELLECTUAL PROPERTY ORGANIZATION 
International Bureau 




PCT 

INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



(51) International Patent Classification 6 
F27B 9/02, 9/26 



Al 



(11) International Publication Number: 
(43) International Publication Date: 



WO 99/28689 

10 June 1999 (10.06.99) 



(21) Internationa] Application Number: PCT/US98/24385 

(22) International Filing Date: 16 November 1998 (16. 11. 98) 



(30) Priority Data: 

60/067,105 



2 December 1997 (02.12.97) US 



(71) Applicant: CORNING INCORPORATED [US/US]; 1 River- 

front Plaza, Coming, NY 14831 (US). 

(72) Inventors: DULL, Alan, T.; 45 Suburban Drive, Elmira, NY 

14903 (US). HINKLE, Thomas, S.; R.R. 2, Box 350B, 
Wellsboro, PA 16901 (US). 

(74) Agent: SCHAEBERLE, Timothy, M.; Corning Incorporated, 
Patent Dept., SP FR 02-12, Coming, NY 14831 (US). 



(81) Designated States: BR, CN, ID, JP, KR, European patent (AT, 
BE, CH, CY, DE, DK, ES, FI, FR, GB, GR, IE, IT, LU, 
MC, NL, PT, SE). 



Published 

With international search report. 



(54) Title: TUNNEL KILN FOR FIRING CERAMIC HONEYCOMB BODIES 



10 




18- 



18' 



(57) Abstract 



~r.- A r,^s? el Win (10) for firing ceramic honeycomb structural body comprising a vestibule region (12), a carbonaceous material release 
ref on i„H ) K°^ ted d0WnS T m ° f vestibule re 8 ion and a si " teri "8 region (16) located downsuxam of me carbonaceous materia e ea^e 
knrovfH.H I"! * 0f "'l" (18) ^ apted t0 materia,s to te fired * e A gas distribution system (20) 

^ f * Ch '" C ' UdeS ' "?". of ~ nduitS (22 ' 24 > 28 ' 30) which operatively communicates with an injection site which 
3ETiS commu " ,cates ™ m the , ,nten J or of the rele *« region for introducing a gas into the carbonaceous release region. The injection 
sites include a combustion burner located site (38), a vestibule located site (32), an undercar located site (34), a rooftop located site (36) 
and a sidewall located site (40) or combinations thereof. 



BNSDOCItt <WO_ 



_992B689A1J_> 



FOR THE PURPOSES OF INFORMATION ONLY 



Codes used to identify States party to the PCT on the front pages of pamphlets publishing international applications under the PCT. 



At. 


Albania 


ES 


Spain 


LS 


Lesotho 


SI 


Slovenia 


AM 


Armenia 


Fl 


Finland 


LT 


Lithuania 


SK 


Slovakia 


AT 


Austria 


FR 


France 


LU 


Luxembourg 


SN 


Senegal 


AU 


Australia 


GA 


Gabon 


LV 


Latvia 


SZ 


Swaziland 


AZ 


Azerbaijan 


GB 


United Kingdom 


MC 


Monaco 


TD 


Chad 


BA 


Bosnia and Herzegovina 


GE 


Georgia 


MD 


Republic of Moldova 


TG 


Togo 


BB 


Barbados 


GH 


Ghana 


MG 


Madagascar 


TJ 


Tajikistan 


BE 


Belgium 


GN 


Guinea 


MK 


The former Yugoslav 


TM 


Turkmenistan 


BF 


Burkina Faso 


GR 


Greece 




Republic of Macedonia 


TR 


Turkey 


BG 


Bulgaria 


HI) 


Hungary 


ML 


Malt 


TT 


Trinidad and Tobago 


BJ 


Benin 


IE 


Ireland 


MN 


Mongolia 


UA 


Ukraine 


BR 


Brazil 


IL 


Israel 


MR 


Mauritania 


UG 


Uganda 


BY 


Belarus 


IS 


Iceland 


MW 


Malawi 


US 


United Stales of America 


CA 


Canada 


IT 


Italy 


MX 


Mexico 


UZ 


Uzbekistan 


CF 


Central African Republic 


JP 


Japan 


NE 


Niger 


VN 


Viet Nam 


CG 


Congo 


KE 


Kenya 


NL 


Netherlands 


YU 


Yugoslavia 


CH 


Switzerland 


KG 


Kyrgyzstan 


NO 


Norway 


ZW 


Zimbabwe 


CI 


Cote d' I voire 


KP 


Democratic People's 


NZ 


New Zealand 






CM 


Cameroon 




Republic of Korea 


PL 


Poland 






CN 


China 


KR 


Republic of Korea 


PT 


Portugal 






CU 


Cuba 


KZ 


Kazakstan 


RO 


Romania 






CZ 


Czech Republic 


LC 


Saint Lucia 


RU 


Russian Federation 






DE 


Germany 


U 


Liechtenstein 


SD 


Sudan 






DK 


Denmark 


LK 


Sri Lanka 


SE 


Sweden 






EE 


Estonia 


LR 


Liberia 


SG 


Singapore 







BNSDOCID: <WO 9926SB9A1 I > 



WO 99/28689 



PCT/US98/24385 



TUNNEL KILN FOR FIRING CERAMIC HONEYCOMB BODIES 

This application claims the benefit of U.S. Provisional Application No. 
60/067,105, filed December 2, 1997, entitled TUNNEL KILN FOR FIRING 
5 CERAMIC HONEYCOMB BODIES, by Alan T. Dull and Thomas S. Hinkle. 

The present invention relates to a firing kiln adapted for firing cellular ceramic 
bodies, and more particularly, it relates to a firing kiln adapted for firing cellular ceramic 
bodies exhibiting problematic high-organic containing batches. 

1 0 BACKGROUND OF THE INVENTION 

Ceramic products of aiioneycomb shape, or ceramic honeycomb structures , i.e., 
cellular ceramic bodies, have been made by preparing a ceramic green body through 
mixing of ceramic materials with water and various carbonaceous materials, including 

1 5 extrusion and forming aids to form a plasticized batch, forming the body into a 

honeycomb-shaped ceramic green body through extrusion of the plasticized batch, and 
finally firing the honeycomb-shaped ceramic green body in a firing furnace at a 
predetermined temperature. 

Extrusion and forming aids used in the above firing of the honeycomb structure 

20 include, specifically, organic binders and plasticizers and lubricants, such as 

methylcelloluse, carboxymethlcellulose, polyvinyl alcohol, alkali stearates and the like. 
Furthermore, other carbonaceous materials such as graphite have been included in the 
batch as a pore-forming agent. 
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It is known that the carbonaceous material release or the decomposition of the 
carbonaceous material, is an oxidation or exothermic reaction which releases large 
amounts of heat. Initially the exothermic reaction occurs at the skin or outer portion of 
the part, resulting in an initial thermal differential whereby the outer portion of the 
ceramic body is hotter than the core. Subsequently, the skin or outer portion 
exothermic reaction dies down, and the exothermic reaction region moves into the 
interior of the ware. Because typical substrates are comprised of ceramic materials, for 
example cordierite, which are good insulators, and exhibit a cellular structure comprising 
numerous channels, difficulties are encountered in effectively removing, either by 
conduction or convection, the heat from the ceramic body. Additionally, due to the 
cellular structure there is considerable surface area to promote binder reaction with the 
0 2 in the firing atmosphere, thus exacerbating this interior exothermic effect. As such, 
during the carbonaceous material release, the ceramic body exhibits either a positive or 
negative thermal differential; i.e., the core of the ceramic body exhibiting either a higher 
or lower temperature than that of the ceramic at/near the surface. This exothermic 
reaction, which occurs in the 100 to 600°C temperature range for carbonaceous 
materials such as an organic binder or the like, or in the 500-1000°C temperature range 
if the body contains, for example, graphite, causes a significant temperature differential 
between the inside and outside of the part. This temperature differential in the part 
creates stresses in the ceramic body which may result in cracking of the part. This 
phenomenon is particularly true for large cellular ceramic parts or parts containing large 
amounts of organic materials. 

Techniques for controlling and inhibiting the thermal differential and resultant 
crack development are well known. One technique involves reducing burner flame 
temperature by using excess air for burner combustion, resulting in a reduced flame to 
product temperature gradient and corresponding slower ware heating rates. However, 
the high excess air yields an undesirably high percentage oxygen-containing atmosphere 
that reacts with the organics thereby accelerating release and increasing the internal 
exothermic reaction. As such, minimization of the thermal differential which develops 
during organic release, must be accomplished through very slow firing schedules or, 
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alternatively, firing schedules which are carefully matched to the particular ware in the 
kiln. 

Use of atmosphere control in periodic-type kilns to affect carbonaceous material 
release is generally known. See, for example, U.S. Pat. Nos., 4,404,166 (Wiech, Jr.), 
4,474, 731 (Brownlow et al.), 4,661,315 (Wiech Jr. et al.) and 4,927,577 (Ohtaka et 
al.). Although these methods have been shown to be effective enough for use in 
periodic-type kilns, they are not generally considered to effective in tunnel kilns due to 
the considerable influx of ambient air (20.9% oxygen) into the firing atmosphere. 

The use of pulse firing technology as a substitute for proportional firing has also 
been disclosed as a method for controlling and inhibiting thermal gradients in periodic 
kilns. Pulse firing involves the use of either high fire or low fire burner output 
conditions only, and produces low heating rates without the use of considerable amounts 
of excess air (oxygen); see, for example Eur. Pat. Appl. No. 0 709 638 which discloses a 
method of firing ceramic formed bodies using a furnace having burners which alternate 
from a high to a low output firing state. AJ though the use of this firing technology has 
been somewhat effective in periodic kilns, resulting in a reduction in the incidences of 
cracking, this pulse firing technique poses difficulties when used in tunnel kilns. Due to 
the open nature of tunnel kilns it is necessary to control the ambient air ingress into the 
organic release zones of the kiln by other means. 

Therefore, an object of the invention is to solve the above-mentioned problems 
of the prior art by providing an improved tunnel kiln for use in firing high-quality crack- 
free ceramic honeycomb structural bodies. 

SUMMARY OF THE INVENTION 

It is an object of the present invention to eliminate the above-mentioned 
problems,-and to provide a tunnel kiln for firing ceramic honeycomb structural bodies, 
capable of maintaining a shorter firing cycle and a reduced thermal gradient between the 
inner and outer portions of the green honeycomb structural bodies, thereby permitting 
the production of ceramic honeycomb structural bodies exJiibiting less cracks. 
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The tunnel kiln for firing ceramic honeycomb structural bodies according to the 
present invention comprises a vestibule region, a carbonaceous material release region 
located downstream of the vestibule region and a sintering region located downstream 
of the carbonaceous material release region. The kiln includes a multiplicity of kiln cars 
adapted to convey materials to be fired through the kiln. Unique to this kiln is a gas 
distribution and introduction system having a plurality of introduction sites each capable 
conveying and introducing a low oxygen content gas, comprising less than about 20% 
O2, into firing atmosphere of the carbonaceous release region of the kiln. 

In the above process, since the kiln is designed to allow for the gas to be 
conveyed and introduced thereby replacing the high 0 2 atmosphere in the release region, 
the firing process utilizing this kiln results in a lessened thermal differential between the 
ceramic green body skin and core. In other words, the kiln is better adapted to produce 
fired ceramic honeycomb bodies exhibiting far less thermal deformation and cracking. 

BRIEF DESCRIPTION OF THE FIGURES 

For a better understanding of the invention, reference is made to the attached drawings, 
wherein: 

FIG. 1 is a longitudinal view of a tunnel kiln apparatus according to the present 
invention; 

FIG. 2 is a schematic top view illustrating the tunnel kiln apparatus according to 
the present invention; 

FIG. 3 is a schematic view illustrating the undercar chamber design of the release 
region of the tunnel kiln apparatus according to the present invention; 

FIG. 4 is a transverse sectional view illustrating the undercar chamber design of 
the release region of the tunnel kiln apparatus according to the present invention 

DETAILED DESCRIPTION OF THE INVENTION 

This invention provides a kiln apparatus for firing honeycomb ceramic structural 
bodies, substantially free of any detrimental effects as a result of the release of the 
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carbonaceous material. FIG. I is a longitudinal schematic view illustrating an 
embodiment of the tunnel kiln according to the present invention. In this embodiment, 
the tunnel kiln 10 comprises a vestibule region 12, carbonaceous material release region 
14, located downstream of the vestibule region, and sintering region 16, located 
downstream of the release region. The inside of the kiln of FIG. 1 is heated by a 
plurality of heaters (not shown), such as series of combustion burners capable of firing 
green ceramic honeycomb structural bodies. Ceramic honeycomb bodies are placed on a 
multiplicity of kiln cars 18 adapted to convey the materials to be fired through the kiln. 

Referring now to FIG. 2, specifically illustrated is a top view schematic of the 
release 14 and vestibule 12 regions of the tunnel kiln. The tunnel kiln further includes a 
distribution system 20 for introducing into the release region 14, a low oxygen content 
gas, preferably a gas comprising less than about 20%, by volume, oxygen; also the 
distribution system 20 is configured to introduce or inject the gas into the vestibule 
region 12. The release region 14 encompasses the carbonaceous release of a defined 
temperature range; e.g., 100-600°C for ceramic bodies which comprise an organic 
binder. The temperature range of the release region can be increased or decreased 
depending on the type of ceramic material to be fired by the tunnel kiln; e.g., for a 
ceramic material which contains graphite, in addition to an organic binder, the 
temperature range of the release region would be increased (up to 1000°C). 

Generally, the distribution system of the tunnel kiln comprises a series of 
independently metered, individually piped delivery conduits each of which operatively 
communicates with at least one injection sites which, in turn operatively communicates 
with the interior of the tunnel kiln's carbonaceous material release region and or 
vestibule region. It is through these conduits and communicating injection sites that a 
low-oxygen content gas can be introduced into the firing atmosphere of the 
carbonaceous release region so as to reduce the amount of oxygen present in the firing 
atmosphere of that region. The injection sites, designed to communicate with the 
interior of the tunnel kiln, in the release region are located, in one, or a combination of 
the following locations: under the kiln cars, in the combustion burner, in the kiln 
rooftop, or the kiln sidewall. 
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Referring still to FIG. 2, a preferred embodiment of the distribution system is 
shown. The distribution system 20 comprises a series of conduits 22, 24, 26, 28, and 30 
having a plurality of injection sites each of which communicates with the release region 
in a designated single location; i.e., separate conduits each with a plurality of injection 
5 sites located in the same general location. Specifically, the distribution system comprises 

the following: (1) a conduit 22 with injection locations in the vestibule 32; (2) a conduit 
24 with undercar located injection sites 34; (3) a conduit 26 with injection sites located 
in the entrance portion kiln roof 36; (4) a conduit 28 with injection sites located in the 
burner 38; and, (5) a conduit 30 with injection sites located in both kiln sidewall 40 and 

10 the downstream kiln roof 42. 

In another embodiment (not shown), the distribution system can comprise a 
plurality of conduits having a plurality of injection sites each of which communicates 
with the release region in a combination of different locations; i.e., each conduit having 
associated injection sites in each of the burner, undercar, kiln roof, and kiln sidewall 

1 5 locations. 

The actual design of the distribution system, the number of conduits and 
injection site locations for each design type, is based on the composition, size and shape 
of the ceramic body, the ware load, and the size of the cell wall and number of cells 
exhibited by the ceramic body, and the firing schedule utilized. 

20 One advantage of this inventive tunnel kiln configuration is the flexibility allowed 

in the control of the oxygen level in the firing atmosphere. Typically, the oxygen level in 
the carbonaceous material release region of conventional tunnel kilns is known to exceed 
12% oxygen, which has been deemed as problematic because of the high rate of 
cracking of the fired product. This apparatus, as designed, allows for the control of the 

25 oxygen levels in this carbonaceous material release region so as to be reduced to less 

than 12% oxygen. Furthermore, the inventive tunnel kiln apparatus allows for the 
independent adjustment of gas levels in each of the conduits and thus independent 
adjustment of the gas inputted through the injection sites so that the firing atmosphere 
profile can be tailored to provide the most suitable firing atmosphere profile for a variety 

30 of organic batches. In other words, these independent delivery conduits and injection 

sites allow for the controlled and metered input of the low oxygen content gas as 
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needed; the oxygen level and firing atmosphere being empirically determined and 
dependent upon the type or composition of the ceramic body being fired. 

FIGS. 3 and 4 illustrate, in more detail, the undercar injection site region. A 
preferred embodiment includes incorporating into the kiln, under the multiple kiln cars 
5 18 and in operative communication with the undercar located injection 24 site and 

conduit 34, a baffled "chamber" 44. The "chamber" 44 is formed under the kiln car by 
locating a lateral plate 46 on the underneath side of each kiln car 18 and positioning a 
floor baffle 48 at or near the kiln entrance, so that as each successive car passes through 
the kiln it passes over floor baffle 48. The kiln floor baffle extends over at least one and 
1 0 one-half, and preferably more than two, car lengths; e.g., if the distance between kiln car 

lateral plates is 5 feet, then it is preferred that the floor baffle extend at least than 10 
feet. A floor baffle of this proportion ensures that there are always at least two car 
baffles positioned over the floor baffle to form a "seal" at all times. 

Regarding the undercar introduction site: the better the design of the chamber 
1 5 configuration and baffle system, the better the seal this undercar chamber will exhibit. 

Specifically, the design of this chamber configuration should be such that the space 
between the kiln car baffle plate and the floor baffle is minimized; i.e., a floor baffle 
which is designed (length and shape) so that as the car baffles pass over the floor baffle 
they slidably contact the floor baffle. This ensures that the open area between these two 
seal elements is kept as small as possible thereby minimizing the volume of gas required 
to introduced into the "chamber". 

Referring now to vestibule region as shown in FIG. 2; i.e., the region located 
between the inner and outer doors at the entrance to the tunnel kiln, the vestibule 
injection conduit 22 operatively communicates with two sets of two injection sites 32 
25 which comprise injection nozzles located opposite each other on the kiln vestibule 

sidewall .These nozzles can be operated independently or in conjunction with one 
another. 

Referring now to the combustion introduction site 38 as shown in FIG. 2, these 
sites can comprise either operative communication directly with the combustion air or 
with a separate excess air fan(s) associated with each burner; specifically those burners. 
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and the combustion air source associated therewith, located in the release region of the 
kiln and encompassing the firing temperature range of between about 100 to 600°C. 

Referring now to the entrance kiln roof injection sites 36 as shown in FIG. 2, the 
conduit 26 is in simple communication with a series of injection nozzles 36; preferably, 
these kiln roof site nozzles are placed in the beginning portion of the release region. In a 
preferred embodiment, a plurality of the roof injection nozzles are located in front 
portion of the release region and comprise 5 zones of four injection nozzles arranged 
laterally across the rooftop; this is shown as zones 1-5 in FIG. 2 (zl-z5). In the area 
where roof recirculation fans are located, one nozzle is positioned behind each fan, and 
in the zones with no fans, the nozzles are located evenly spaced and on the same plane, 
across the roof of the zone. The roof conduit 26 possesses a pressure control device, 
which is capable of controlling the overall delivered volume, while each individual 
nozzle exhibits a balance control system, allowing for individual control for each of the 
nozzles. This design provides additional flexibility in the introduction of the gas thereby 
ensuring that variable and predetermined levels of the gas can be delivered to the firing 
atmosphere so that the proper firing atmosphere can be maintained in the release region. 

An additional series of downstream rooftop sites 42 operatively communicate 
with a conduit 30, and are provided in the downstream portion of the release region. 
Preferably, the configuration comprises 10 zones each comprising two rooftop located 
nozzles spaced alternate each other shown as zones 6 through 15 (z6-z!5). These roof 
nozzles are located at a position on the roof just above each top firing burner (not 
shown), proximate the sidewall of the tunnel kiln. 

Referring now to the side wall introduction sites 40, the sidewall sites 
operatively communicate with the same conduit 30 as the downstream located rooftop 
sites. These sidewall sites, specifically comprise nozzles located at the same point as 
that location of the top firing sidewall burners (not shown). 

As before, the conduit 30 for the downstream rooftop and sidewall sites are 
provided with a pressure control device, which controls the overall delivered volume, 
and a balance control system, which allows individual control for each of the rooftop 
and sidewall nozzles. These sidewall and rooftop nozzles allow for individual control of 
the gas which is to be introduced in each of the zones in which they are located, again 
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providing flexibility in the control of the firing atmosphere maintained in the latter 
portion of the release region. 

This tunnel kiln is especially useful for carrying out the firing process according 
to the invention disclosed in co-pending, co-assigned, U.S. Prov Patent App. 
S.N. 60/067, 154; a method suitable for firing cellular ceramic bodies exhibiting 
problematic, high-organic containing batches. Generally, that method described, 
comprises firing a green ceramic honeycomb structural body containing an organic or 
carbonaceous material and is characterized by an improved carbonaceous material 
release step. More specifically, the release step comprises firing the green honeycomb 
structural body in a firing atmosphere to a temperature and for a time sufficient to 
initiate and sufficiently achieve release of the carbonaceous material while introducing or 
injecting into the firing atmosphere a fluorine-free gas comprising less than about 20% 
oxygen. Once the carbonaceous material is sufficiently released, the body can be further 
fired conventionally for a time and a temperature sufficient to initiate and sufficiently 
achieve the conversion of the green ceramic honeycomb structural body into a fired 
honeycomb body. Preferably, the gas comprises nitrogen introduced at a rate such that 
the 0 2 present in the firing atmosphere in an amount less than about 12% 

The inventive tunnel kiln described above is suitable for use to fire any ceramic 
material which may be detrimentally affected by uncontrolled carbonaceous material 
release and should not be subjected to high oxygen content atmospheres during said 
release. Typical ceramic materials include, for example, and without limitation, 
cordierite and alumina-containing ceramics. 

As an example of suitable operation utilizing the inventive kiln and the method 
detailed in the aforementioned firing method is as follows. A nitrogen-rich atmosphere is 
supplied to the vestibule zone and zones 2-12 of the tunnel kiln release region illustrated 
in FIG. 2; the tunnel kiln release region has been divided up into 15 zones. The amounts 
(in cubic feet per hour; cfh) of nitrogen introduced to the vestibule region, the release 
region zones 2 and 3, via the undercar introduction sites, release region zone 5 via a 
rooftop nozzle introduction, and release region zones 6-12 also via a simple rooftop 
nozzle, are listed in Table I. Introduced, via the distribution system, was a nitrogen-rich 
atmosphere, specifically comprising a 97.0% nitrogen gas atmosphere, and generated by 
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passing ambient air through an oxygen separator membrane. TABLE I also reports the 
average oxygen percent present in each of the carbonaceous material release zones (1- 
15) as a result of the nitrogen introduction; these oxygen levels are representative of the 
oxygen levels which would be suitable for producing fired ceramic bodies exhibiting far 
5 less thermal deformation and cracking. 



TABLE I 



Nitrogen 
Introduction Site 


Injection Port 
Location 


Firing Trial 1 Nitrogen 
Introduction (cfh) 


o 2 % 


Vestibule 


Vestibule 


10,000 


12.9 


z.ones z and 3 


T T 1 _ 

Undercar 


5,000 


12.0 


Zone 5 


Crown Fan 


4,000 


10.1 


Zone 6 


Rooftop 


2,000 




Zone 7 


Rooftop 


2,000 


8.4 


Zone 8 


Rooftop 


2,000 




Zone 9 


Rooftop 


2,000 


11.1 


Zone 10 


Rooftop 


2,000 




Zone 1 1 


Rooftop 


2,000 


12.0 


Zone 12 


Rooftop 


2,000 




Zone 13 






13.8 


Zone 15 






12.8 



It is noted that while the above invention has been described in relation to its 
preferred embodiments, it is to be understood that various modifications thereof will be 
apparent to one skilled in the art from the study of this specification and it is intended to 
cover such modifications as fail within the scope of the appended claims. For example 
various nozzle shapes to influence distribution and mixing of the introduced gases and 
the use of different types of low (or no) oxygen containing gases are deemed to be 
within the scope of this invention. 
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1 A tunnel kiln for firing ceramic honeycomb structural body comprising, 
a vestibule region, a carbonaceous material release region located downstream of the 

vestibule region and a sintering region located downstream of the carbonaceous 

material release region; 
a multiplicity of kiln cars adapted to convey materials to be fired through the kiln; 
a gas distribution system for introducing a gas into the carbonaceous release or 

vestibule region. 

2. The tunnel kiln of claim 1 wherein the gas distribution system is a system for 
introducing low oxygen containing gas comprising less than about 20% O z 

3. The tunnel kiln of claim 1 wherein the gas distribution system includes a series of 
conduits each which operatively communicates with an injection site which operatively 
communicates with the interior of the release region. 

4. The tunnel kiln of claim 3 wherein the injection sites include a combustion burner 
site, an undercar site, a rooftop-located site, sidewall site or a combinations thereof. 



5. The tunnel kiln of claim 1 including a conduit which operatively communicates with 
injection site which operatively communicates with the vestibule region. 



an 



6. The tunnel kiln of claim 1 wherein the undercar site operatively communicates with a 
baffled chamber located under the kiln cars and within the carbonaceous material release 
region. 

7. The tunnel kiln of claim 2 wherein the low oxygen gas is nitrogen or C0 2 enriched. 
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